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a first step of preparing a first laminate containing an organic substance by stacking a plurality of 
sheet-like materials, each having asperities on a surface thereof in part; and 
a second step of obtaining a second laminate by having said first laminate sandwiched between a 
rigid body and a preheated elastic body that are located opposite to each other or between 
opposing preheated elastic bodies and then by having a pressing force applied thereto. 
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DESCRIPTION 

5 Lami nated Bod yManufacturing Method and Laminated Body 

Pressurizing Device 

Technical Field 

The present invention relates to a manufacturing method and 
10 pressing force application equipment used in preparing a laminate such as a 
dielectric sheet with an electrode formed on the surface thereof for use in the 
manufacturing process of multi-layer ceramic capacitors. Said laminate is 
fabricated by stacking a plurality of sheet-like materials, each having asperi- 
ties on the surface thereof, on top of one another in layers, and bonding to one 
15 another with pressing force. By the present invention a high density lami- 
nate to be reahzed with a pressing force apphed uniformly onto the sheet-like 
materials even if there are asperities on the surface thereof in part. 

Background Art 

20 A description is given to a prior art manufacturing method of multi- 

layer ceramic capacitors, as ts^ical laminates, with reference to drawings. 
Fig. 4 shows a partially cut out perspective view of a typical multi-layer ce- 
ramic capacitor comprising a dielectric layer 1, an internal electrode 2 and an 
external electrode 3. 

25 First, a first laminate is prepared by stacking green sheets, each of 

which is produced by a ceramic dielectric material and a vehicle to form a di- 
electric layer 1, and internal electrodes 2 on top of one another alternately in 
layers, and a second laminate is obtained by unifying the green sheets and 
internal electrodes 2 with one another after application of a pressing force in 

30 the air via metaUic press plates sandwiching the first laminate on the upper 
and lower surfaces thereof. Then, the second laminate is fired and an exter- 
nal terminal 3 is formed on the exposed end surface of the internal electrode 2, 
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thereby completing the manufacturing process of a multilayer ceramic capaci- 
tor. 

According to the foregoing method, as the internal electrode 2 is 
required to form in suitable patterns, and when the number of layers of the 
5 green sheets ( referred to as an effective layer, hereafter ) sandwiched between 
the internal electrodes 2 is few as shown in Fig. 4, no problems are created. 
But as the nimiber of layers increases, the difference in surface level formed 
by the presence or the existence of the patterned internal electrodes 2 does 
allow the area, to be apphed with a insxifficient pressing force, by the conven- 

10 tional pressing force apphcation method of sandwiching the green sheets be- 
tween the metallic press plates. As a result, the first laminate with a high 
density area ( where an internal electrode 2 exists ) and a low density area 
( where no internal electrode 2 exists ) is formed co-reside with each other, 
thereby creating a problem of allowing such structural defects as de- 

15 lamination and the like to occur. 

Summary of the Invention 

In order to produce a laminate that has less structural defects, the 
present invention discloses a manufactviring method of laminates comprising 

20 a first step of preparing a first laminate by stacking a plurahty of sheet-like 
materials on top of one another in layers and a second step of obtaining a sec- 
ond laminate by sandwiching the first laminate between a rigid body and such 
an elastic body as rubber and the like located opposite to each other or be- 
tween a pair of elastic bodies and then applying a pressing force thereto. 

25 This manufacturing method allows the laminate to be increased in density 
and enhanced in the adhesion between layers because a pressing force is ap- 
phed to the elastic body in accordance with the contour of the first laminate 
with a resulting uniform apphcation of the pressing force to the entire first 
laminate. 

30 A manufacturing method of laminates in a first exemplary embodi- 

ment of the present invention comprises a first step of preparing a first lami- 
nate consisted of a pliirahty of sheet-like materials, each having asperities 
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on the surface thereof in part, stacked on top of one another in layers and a 
second step of obtaining a second laminate by sandwiching the first laminate 
between a rigid body and such an elastic body as rubber and the like located 
opposite to each other, or between a pair of elastic body and then applying a 
5 pressing force thereto, thereby allowing a laminate, which has less structural 
defects, to be reaUzed. 

A manufacturing method of laminates in a second exemplary em- 
bodiment of the present invention is the first exemplary embodiment, wherein 
heat resistant material is used as the elastic body, thereby allowing the ad- 
10 hesion between layers to be intensified since the first laminate can be heated 
while being apphed with a pressing force, 

A manufacturing method of laminates in a third exemplary em- 
bodiment of the present invention is the first exemplary embodiment, wherein 
the elastic body is more thick than the first laminate, thereby allowing a 
15 pressing force to be appUed uniformly regardless of the parallehsm of a press 
plane against the first laminate since the elastic body is deformed with an 
increasing magnitude of the pressing force and the pressing force is apphed so 
as to make the elastic body cover not only the upper surface but also the side 
sxirfaces of the first laminate. 
20 A manufacturing method of laminates in a fourth exemplary em- 

bodiment of the present invention is the first exemplary embodiment, wherein 
the size of an elastic body is larger than the contact area thereof with the 
first laminate, thereby allowing the elastic body to be deformed in accordance 
to the contoxirs of the upper and side surfaces of the first laminate when the 
25 magnitude of the pressrag force apphcation is increased and allowiag the first 
laminate to be uniformly apphed with the pressing force. 

A manufacturing method of laminates in a fifth exemplary embodi- 
ment of the present invention is the first exemplary embodiment, wherein 
both a green sheet and an internal electrode layer are shaped hke the sheet, 
30 thereby allowing the structural defects to be prevented firom occurring even 
when the number of layers is increased. 

A manufacturing method of laminates in a sixth exemplary embodi- 
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ment of the present invention is the fifth exemplary embodiment ^wherein the 
green sheet are consisted of polyolefin and an inorganic powder, thereby allowing 
a gas inside of the first laminate to be ehminated even when green sheets of a 
high degree of porosity are used, and allowing the structural defects to be pre- 

5 vented from occurring. 

A manufacturing method of laminates in a seventh exemplary em- 
bodiment of the present invention is the sixth exemplary 
embodiment ,wherein the first laminate is held at temperatures of Tpo - 30 °C 
or higher, while the melting point of polyolefin is Tpo ^C, thereby allowing the 

10 adhesion between the green sheets to be intensified and allowing the struc- 
tiu^al defects to be prevented from occurring. 

A manufacturing method of laminates in an eighth exemplary em- 
bodiment of the present invention is the first exemplary embodiment , wherein 
the contact surface between the elastic body and the first laminate is made 

15 non-adhesive with the laminate, thereby allowing the laminate to be prevent- 
ed fi-om deforming by sticking to the elastic body at the time of removal of the 
laminate. 

A manxifacturing method of laminates in a ninth exemplary em- 
bodiment of the present invention is the first exemplary embodiment , wherein 

20 an elastic plane-like non-adhesive film is inserted between the elastic body 
and the first laminate, thereby allowing the laminate to be prevented firom 
deforming by sticking to the elastic body. 

A manufacturing method of laminates in a tenth exemplary em- 
bodiment of the present invention is the ninth exemplary 

25 embodiment ,wherein the surface area of the non-adhesive film is made larger 
than the contact surface thereof with the first laminate, thereby allowing the 
first laminate to be prevented fi*om sticking to the elastic body with a higher 

degree of rehabihty. 

A manufacturing method of laminates in an eleventh exemplary 
30 embodiment of the present invention is the ninth exemplary 
embodiment ,wherein the non-adhesive film has heat resistant characteristic, 
thereby allowing the adhesion between layers to be intensified since the first 
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laminate can be heated while being apphed with a pressing force. 

A manufacturing method of laminates in a twelfth exemplary em- 
bodiment of the present invention is the first exemplary embodiment , wherein 
a pressing force is applied to the first laminate on the condition that the side 
5 surfaces of the first laminate are covered with a fi:amework, thereby allowing 
the end part of the first laminate to be prevented fi-om warping. 

A manufacturing method of laminates in a thirteenth exemplary 
embodiment of the present invention is in the ninth exemplary 
embodiment ,wherein a fi-amework with an inner peripheral configuration 
10 larger than the outer peripheral configuration of the first laminate is attached 
on the supporter, thereby preventing the first laminate firom deforming when 
the first laminate is accommodated inside the firamework. 

A manufeicturing method of laminates in a fourteenth exemplary 
embodiment of the present invention is the same as in the twelfth exemplary 
15 embodiment, wherein an elastic firamework is used, thereby allowing the first 
laminate to be apphed with a pressing force uniformly since the elastic 
fi-amework is deformed according to the contovir of the side surface of the first 
laminate when the pressing force is apphed. A manufacturing method of 
laminates in a fifteenth exemplary embodiment of the present invention is the 
20 twelfth exemplary embodiment, wherein the height of the firamework is made 
the same as the thickness of the first laminate or smaller, thereby allowing 
the top end part of the first laminate to be applied with a pressing force 
without fail. 

A manufacturing method of laminates in a sixteenth exemplary 
25 embodiment of the present invention is the twelfth exemplary embodiment, 
wherein a heat resistant fi-amework is used, thereby allowing the first lami- 
nate to be heated while being apphed with a pressing force. 

A manufacturing method of laminates in a seventeenth exemplary 
embodiment of the present invention is the first exemplary embodiment, 
30 wherein the first laminate is kept in a depressurized atmosphere, thereby 
allowing a gas in the first laminate to be eliminated easily and allowing the 
first laminate with less structural defects to be realized. 
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A manufactxmng method of laminates in an eighteenth exemplary 
embodiment of the present invention is the seventeenth exemplary embodi- 
ment ,wherein the pressing force is apphed after a gas in the first laminate is 
eUminated, thereby allowing further few structural defects in the laminates . 

5 A manufacturing method of laminates in a nineteenth exemplary 

embodiment of the present invention is the fourteenth exemplary embodiment, 
wherein the pressing force is apphed only after the atmospheric pressure sur- 
rounding the first laminate is made 80 hPa or less, in order for the gas in the 
first laminate to be eliminated to an extent where no longer the structural 

10 defects are caused, thereby allowing further few structural defects in the 
laminates . 

Pressing force apphcation equipment for laminates in a twentieth 
exemplary embodiment of the present invention, whereby the manufacturing 
method of a first laminate is put into practice, has opposing elastic bodies 

15 inserted inside of a box-hke rigid body of a first pressing force apphcation 
member and a box-like rigid body of a second pressing force apphcation mem- 
ber, respectively, and while the first pressing force apphcation member and 
the second pressing force apphcation member being arranged in position so as 
to have the elastic bodies inserted opposite to each other, at least one of the 

20 first or second pressing force apphcation members is made movable, thereby 
allowing the structural defects of the first laminate to be prevented from oc- 
curring since a pressing force can be apphed uniformly by deforming the 
shape of the elastic body along the surface contours of the first laminate. 

Pressing force apphcation equipment for laminates in a twenty first 

25 exemplary embodiment of the present invention is the twentieth exemplary 
embodiment ,wherein a fi:ame is provided on each respective periphery of the 
box-hke rigid bodies of the first and second pressing force apphcation mem- 
bers, located opposite to each other, thereby supporting a supporter provided 
with the first laminate on both surfaces thereof by means of the frame and 

30 allowing a plvirahty of the first laminates to be apphed with a pressing force at 
the same time. 

Pressing force apphcation equipment for laminates in a twenty sec- 
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ond exemplary embodiment of the present invention is the twenty first exem- 
plary embodiment ^wherein an air outlet is provided in the first and second 
pressing force appHcation members, respectively, thereby allowing the first 
laminate to be apphed with a pressing force while the first laminate being 

5 kept in depressmized atmosphere . 

Pressing force apphcation equipment for laminates in a twenty third 
exemplary embodiment of the present invention is the twentieth exemplary 
embodiment ,wherein the elastic body is supported by a supporter provided on 
the inner walls of the rigid body and also is under the state of floating except 

10 the supporter, thereby allowing the elastic body to be deformed at the time of 
pressing force apphcation and allowing the laminate to be prevented fi*om 
being apphed with unnecessary mechanical stress. 

Brief Description of Drawings 
15 Fig. 1 is a cross-sectional view to show the pressing force apphcation 

step of a first laminate when a pressing force is being apphed by means of the 
pressing force apphcation equipment for laminates in a first exemplary em- 
bodiment of the present invention. 

Fig. 2 is a cross-sectional view to show the pressing force apphcation 
20 step before a pressing force is apphed by means of the pressing force apphca- 
tion equipment for laminates in the first exemplary embodiment. 

Fig. 3 is a cross-sectional view to show the pressing force apphcation 
step when a pressing force is started to be apphed by means of the pressing 
force apphcation equipment for laminates in the first exemplary embodiment. 
25 Fig. 4 is a partially cut out perspective view of a general type multi- 

layer ceramic capacitor. 

Fig, 5 is a cross-sectional view to show the pressing force apphcation 
step of the first laminate before a pressing force is apphed by means of the 
pressing force apphcation equipment for laminates in a second exemplary 
30 embodiment of the present invention. 

Fig. 6 is a cross-sectional view to show the pressing force apphcation 
step when a pressing force is started to be apphed by means of the pressing 
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force application equipment for laminates in the second exemplary embodi- 
ment. 

Fig. 7 is a cross-sectional view to show the pressing force appHcation 
step when a pressing force is being apphed by means of the pressing force 
5 apphcation eqviipment for laminates in the second exemplary embodiment. 

Fig. 8 is a top view of a first pressing force apphcation member 21 in 

Fig. 5. 

Fig. 9 is a cross-sectional view to show the pressing force apphcation 
step before a pressing force is apphed by means of the pressing force apphca- 
10 tion equipment for laminates in a third exemplary embodiment of the present 
invention. 

Fig. 10 is a cross-sectional view to show the pressing force apphca- 
tion step when a pressing force is started to be apphed by means of the press- 
ing force apphcation equipment for laminates in the third exemplary em- 
15 bodiment. 

Fig. 11 is a cross-sectional view to show the pressing force apphca- 
tion step when a pressing force is being apphed by means of the pressing force 
apphcation equipment for laminates in the third exemplary embodiment. 

Fig. 12 is a cross-sectional view to show the pressing force apphca- 
20 tion step before a pressing force is apphed by means of the pressing force ap- 
phcation equipment for laminates in a fourth exemplary embodiment of the 
present invention. 

Fig. 13 is a cross-sectional view to show the pressing force apphca- 
tion step when a pressing force is started to be apphed by means of the press- 
25 ing force apphcation equipment for laminates in the fourth exemplary em- 
bodiment. 

Fig. 14 is a cross-sectional view to show the pressing force apphca- 
tion step when a pressing force is being applied by means of the pressing force 
apphcation equipment for laminates in the fourth exemplary embodiment. 
30 Fig, 15 is a cross-sectional view to show the pressing force apphca- 

tion step when a pressing force is being apphed by means of the pressing force 
apphcation equipment for laminates in a fifth exemplary embodiment of the 
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present invention. 

Fig. 16 is a cross-sectional view to show the pressing force apphca- 
tion step when a pressing force is being apphed by means of the pressing force 
apphcation eqviipment for laminates in a sixth exemplary embodiment of the 
5 present invention. 

Fig. 17 is a cross-sectional view to show the pressing force apphca- 
tion step when a pressing force is started to be apphed by means of the press- 
ing force apphcation equipment for laminates in the sixth exemplary embodi- 
ment, 

10 Fig. 18 is a cross-sectional view to show the pressing force apphca- 

tion step when a pressing force is being apphed by means of the pressing force 
apphcation equipment for laminates in the sixth exemplary embodiment. 

Fig. 19 is a cross-sectional view of the pressing force apphcation 
equipment for laminates in another exemplary embodiment of the present 

15 invention. 

Preferred Embodiments for Carrying Out the Invention 

Next, a description is given to some of the exemplary embodiments 
of the present invention with reference drawings. 

20 (First Exemplary Embodiment) 

Fig. 1 is a cross-sectional view to show the pressing force apphcation 
step of a first laminate when a pressing force is being apphed by means of the 
pressing force apphcation equipment for laminates in a first exemplary em- 
bodiment of the present invention. The reference numeral 10 is a lower rigid 

25 body, 11 is a copper plate, 12 is a stainless steel plate, 13 is a first laminate 
formed by stacking a green sheet, which is prepared by a ceramic dielectric 
material and a vehicle and serves as a dielectric layer, and an internal elec- 
trode on top of each other in layers, 15 is a polyethylene terephthalate 
film (referred to as a PET film hereafter), 16 is an upper rigid body , 17 is a 

30 frame, 18 is an elastic body and 19 is an air outlet. The lower rigid body 10 
and copper plate 11 constitute a first pressing force apphcation member 21 
and the upper rigid body 16, frame 17, elastic body 18 and air outlet 19 consti- 
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tute a second pressing force application member 22. 

Fig. 2 is a cross-sectional view to show the pressing force apphcation 
step before a pressing force is apphed by means of the pressing force apphca- 
tion equipment for laminates in the first exemplary embodiment. Fig. 3 is a 
5 cross-sectional view to show the pressing force apphcation step when a press- 
ing force is started to be apphed by means of the pressing force apphcation 
equipment for laminates in the first exemplary embodiment. 

Fig. 4 is a partially cut out perspective view of a general type multi- 
Q layer ceramic capacitor as an example of the electronic components produced 

2; 10 by the use of laminates. In Fig. 4, the reference numeral 1 is a dielectric 
layer, 2 is an internal electrode and 3 is an external electrode. Next, a de- 
lE scription is given to the maimfacturing steps of a multi-lay^er ceramic capaci- 

'l^ tor produced by the use of a manxifacturing method of laminates of the pre- 

L sent invention. 

p 15 First, a green sheet to make a dielectric laj^r 1 is prepared by di- 

fji electric powders with a main constituent of barivmi titanate and polyethylene 

£1 (the melting point is about 140 °C) with an average molecular weight of 

400,000 or more. The green sheet thus obtained has a very small density 
with a porosity of 50 % or more. On the other hand, a metalhc paste to make 
20 an internal electrode 2 is prepared by mixing a nickel powder and a vehicle 
such as a solvent, a resin, a plasticizer and the like. Then, the internal elec- 
trode 2 with a desired pattern is formed on the green sheet by the use of the 
metaUic paste according to a printing method. 

Next, a plurahty of the green sheets are stacked in layers on a 
25 stainless steel plate 12 as a protective layer, and then the green sheets, each 
with an internal electrode formed thereon, are stacked on top of one another 
in layers so as to have the internal electrode 2 and green sheets superimposed 
on one another alternately, and thereafter a plurahty of the green sheets are 
again stacked in layers thereon to make another protective layer, thus ob- 
30 taining a first laminate 13. Then, while the melting point of polyethylene be- 
ing Tpe ""C, an unheated copper plate 11 is disposed on a lower rigid body 10 
heated in advance to temperatures between the temperature of Tpe - 30 ""C 
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and the decomposition temperature of polyethylene as shown in Fig. 2,then 
the first laminate 13 together with the stainless steel plate 12 is disposed on 
the copper plate 11 and then a PET fflm 15 is disposed on the upper surface of 
the first laminate 13, 
5 Next, as shown in Fig. 3, a second pressing force apphcation mem- 

ber 22 is moved downward and press an elastic fi^-ame 17 surrounding the 
lower surface of the pressing force apphcation member 22 onto a first pressing 
force apphcation member 21, thereby having the first laminate 13 enclosed in 
the space created between the first pressing force apphcation member 21 and 
10 the second pressing force apphcation member 22. Then, said space is de- 
pressurized by exhausting air through an air outlet 19 (shown in the drawing 
by dotted fines) provided in the second pressing force apphcation member 22, 
thereby allowing the gas inside of the first laminate 13 to be eliminated. 

Thereafter, as shown in Fig. 1, an elastic body 18 (a heat resistance 
15 temperature of 180 ""C or higher) preheated in the second pressing force apph- 
cation member 22 to temperatures between the temperature of Tpe - 30 °C 
and the decomposition temperatin-e of polyethylene is further moved down- 
ward to apply a pressing force to the first laminate 13. 

At this time, the pressing force is allowed to be apphed to the first 
20 laminate 13 uniformly in all directions by covering the upper surface and side 
surfaces of the first laminate 13 with the elastic body 18 and the lower siu-face 
thereof with the stainless steel plate 12. Although asperities are created on 
the upper stirface of the first laminate 13 because of the presence or absence of 
the internal electrode 2, the pressing force fluctuations are allowed to be pre- 
25 vented from occurring since the pressing force is apphed through the elastic 
body 18, which is deformed in accordance with the foregoing asperities. As a 
result, regardless of the presence or absence of the internal electrode 2, the 
first laminate 13 is obtained with a narrow range of density variation. 

In addition, when the first laminate 13 is heated via the lower rigid 
30 body 10 and elastic body 18, polyethylene in the first laminate 13 is made 
softer, thereby caushig the fusion between the green sheet and the internal 
electrode 2 and also between the green sheets themselves. As a result, the 
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adhesion between the said layers is intensified, thereby allowing a sohdly in- 
tegrated second laminate to be reaHzed. When the heated temperatvires is 
lower than the temperature of Tpe — 30 ^C, the softening extent of polyethyle- 
ne is insufficient, resulting in poor adhesion. Then, the steps of applying a 
5 pressing force and heat treatment come to an end and the second laminate is 
allowed to cool down slowly. 

Afterwards, the second laminate is cut to a desired shape, degreased 
and fired. By this step of firing, the dielectric layer 1 consisted mainly of 
bari\ma titanate and the internal electrode 2 consisted mainly of nickel under- 

10 go sintering at the same time with resulting production of a sintered body. 
Then, an external electrode 3 made of copper and the hke is formed on the 
respective end surfaces of the sintered body where the internal electrode 2 is 
exposed outside, thereby obtaining a multi-layer ceramic capacitor as shown 
in Fig. 4 . The multi-layer ceramic capacitors produced according to the 

15 foregoing method are allowed to reduce the occurrence of such structural de- 
fects as delamination and the hke in comparison with the multi-layer ceramic 
capacitors produced according to a prior art method. 

When the internal electrode 2 is formed by the use of a metallic 
paste according to a printing method as in the present exemplary embodiment, 

20 an apphcation of heat to the first laminate 13 via the lower rigid body 10 and 
elastic body 18 may cause a plasticizer in the internal electrode 2 to be re- 
leased outside excessively, resulting in making the internal electrode 2 hard 
and brittle, thereby reducing the adhesion between the green sheet and the 
internal electrode 2 and bringing about structural defects at the time of firing. 

25 Therefore, it is preferred that the heating temperatures of the first laminate 
13 are controlled to be kept at temperatures, under which no excessive release 
of the plasticizer takes place. In that regard, it is preferred that the lower 
rigid body 10 and elastic body 18 are heated in advance to the temperatvires 
ranging from 110 to 170 '^C, or more preferably to the temperatures ranging 

30 fi-om 145 to 165 

With the present first exemplary embodiment, the stainless steel 
plate 12 with the first laminate 13 formed thereon is disposed on the rigid 
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body 10 via the copper plate 11. The reason for this arrangement is as fol- 
lows. Since the lower rigid body 10 is heated in advance to higher temperatur- 
es than the temperatxire, at which polyethylene in the first laminate 13 start 
to shrink, when the stainless steel plate 12 is disposed directly on the lower 
5 rigid body 10, heat is transferred to the first laminate 13 too quickly and the 
first laminate 13 shrinks before the pressing force is apphed thereto, thereby 
bringing about the danger of causing structural defects. Therefore, by put- 
ting a copper plate 11 with an appropriate thickness in place, heat is allowed 
to be transferred from the lower rigid body 10 and elastic body 18 to the first 
10 laminate 13 only after the pressing force is appUed thereto. On the other 
hand, the high thermal conductivity of copper makes it possible for the heat 
firom the lower rigid body 10 to propagate uniformly across the interface to the 
first laminate 13, thereby allowing the temperature control of the first lami- 
nate 13 to be carried out more accurately. Further, besides the copper plate 
15 11, any plate-like rigid plates are allowed to be used as long as the rigid plates 
are formed of a material that enables the temperature control of the first 
laminate 13. Moreover, when the lower rigid body 10 is not heated in ad- 
vance or heated to temperatures lower than the temperature, at which poly- 
ethylene starts to shrink, it is not necessary for the copper plate 11 to be used 
20 and the stainless steel plate 12 with the first laminate 13 formed thereon is 
able to dispose directly on the lower rigid body 10. 
(Second Exemplary Embodiment) 

Fig. 5 is a cross-sectional view to show the pressing force appHcation 
step of a first laminate before a pressing force is apphed by means of pressing 
25 force appHcation equipment in a second exemplary embodiment of the present 
invention, Fig. 6 is a cross-sectional view to show the pressing force appHca- 
tion step when a pressing force is started to be appHed and Fig. 7 is a cross- 
sectional view to show the pressing force appHcation step when a pressing 
force is being appHed . Fig. 8 is a plan view of a first pressing force appH- 
30 cation member 21 before a PET film 15 is put in place in the pressing force 
appHcation step of Fig. 5. The reference numeral 14 is a fi:amework and the 
other reference nimierals refer to the same constituents as in the first exem- 
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plary embodiment and, therefore, detailed descriptions thereof are omitted 
here. What differs from the first exemplary embodiment is in appljrLng a 
pressing force with such a provision as the elastic framework 14 to cover the 
side surfaces of a first laminate 13 made beforehand. 
5 First, similarly as in the first exemplary embodiment, the first 

laminate 13 is formed on a stainless steel plate 12 and then the framework 14 
formed of an elastic material is disposed around the first laminate 13 so as to 
cover the side surfaces thereof. 

Then, as shown in Fig. 8, the first laminate 13 together with the 

10 stainless steel plate 12 is disposed on a lower rigid body 10 with a copper plate 
11 sandwiched there between and, as shown in Fig. 5, the framework 14 is 
placed around the first laminate 13 and a PET film is disposed to cover the 
upper surface thereof. 

Thereafter, as shown in Fig. 6, a second pressing force apphcation 

15 member 22 is lowered in position, thereby pressing down a framework 17 onto 
the first pressing force apphcation member 21. At this time, the first lami- 
nate 13 ends up with a state of being enclosed inside of the space surrounded 
by the first pressing force apphcation member 21 and second pressing force 
apphcation member 22. Then, the air inside the space is exhausted through 

20 an air outlet 19, resxilting in allowing the gas contained in the first laminate 
13 to be ehminated. 

Next, as shown in Fig. 7, an elastic body 18 is moved fiuther down- 
ward to apply a pressing force onto the first laminate 13. During the period 
of applying a pressing force to the first laminate 13, the air inside the space, 

25 where the first laminate 13 exists, is being exhausted so as to prevent a gas 
from entering into the first laminate 13. By having the first laminate 13 
sandwiched between the lower rigid body 10 and the elastic body 18 to apply a 
pressing force thereto, a second laminate formed in one composite struct\u*e is 
obtained, thereby bringing the steps of pressing force apphcation and heat 

30 apphcation to an end and allowing the second laminate to cool down gradually. 
Afterwards, similarly as in the first exemplary embodiment, the steps of cut- 
ting, degreasing, firing and attaching external electrodes 3 are followed, 
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thereby allowing a multi-layer ceramic capacitor, as shown in Fig. 4 . 

It is needed to make an arrangement that, similarly as in the first 
exemplary embodiment, the lower rigid body 10 and elastic body 18 are pre- 
heated to the temperatvtres ranging fi*om 110 ""C ( Tpe - 30 °C ) to the decom- 
5 position temperature of polyethylene in the present second exemplary em- 
bodiment, too, and the heat thus generated is transferred to the first laminate 
13 as soon as a pressing force is apphed thereto. In order to allow the appU- 
cation of a pressing force to the first laminate 13 for certain, it is necessary for 
the elastic body 18 to have a hardness to some extent. However, when the 

10 hardness of the elastic body 18 is too high, it becomes rather difficult for the 
elastic body 18 to be covered in accordance with the contour of the first lami- 
nate 13 at the time of appljdng a pressing force. Particularly, the foregoing 
difficulty is mxiltiphed at the upper edge areas of the first laminate 13, re- 
sulting in a curvature on the upper surface , thereby bringing about a defor- 

15 mation of the internal electrodes 2 in the upper edge areas and not allowing 
the first laminate 13 to be used in the manufacture of multi-layer ceramic 
capacitors with desired characteristics. 

Therefore, with the present exemplary embodiment, by having the 
side surfaces of the first laminate 13 covered with the framework 14 , the edge 

20 areas of the second laminate are allowed to be prevented fi:'om assuming a 
curvature. As a result, when compared with the fixst exemplary embodi- 
ment, the present exemplary embodiment makes it possible for the first lami- 
nates 13 to be produced with uniform configurations* In addition, the height 
of the fi:amework 14 is made the same as the height of the first laminate 13 in 

25 Fig. 5 but, for the purpose of having a pressing force appHed to the upper edge 
areas of the first laminate 13 without fail, it is necessary for the height of the 
firamework 14 to be lower than the height of the first laminate 13. In other 
words, the height of the firamework 14 is preferably to be made so as to pre- 
vent the edge areas of the first laminate 13 from causing a curvature. 

30 Conversely, when the framework 14 is higher than the first lami- 

nate 13, required pressing force is not appHed to the upper edge areas of the 
first laminate 13, thereby causing such structural defects as delamination and 
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the like. On the other hand, the framework 14 formed of an elastic material 
with the same elasticity as that of the first laminate 13 allows a desired 
pressing force to be apphed to the first laminate 13. Moreover, the frame- 
work 14 is needed to have a higher heat resistance temperature than the 
5 temperature, to which the first laminate 13 is heated. 
(Third Exemplary Embodiment) 

Fig. 9 is a cross-sectional view to show the pressing force appHcation 
step before a pressing force is appHed by means of the pressing force apphca- 
tion eqviipment for laminates in a third exemplary embodiment of the present 

10 invention, Fig. 10 is a cross-sectional view to show the pressing force appHca- 
tion step when a pressing force is started to be appHed and Fig. 11 is a cross- 
sectional view to show the pressing force appHcation step when a pressing 
force is being appHed . A first pressing force appHcation member 30 com- 
prises a lower rigid body 31 and an elastic body 32, and a second pressing 

15 force appHcation member 33 comprises an upper rigid body 34 and an elastic 
body 35. The reference numeral 36 is a frame, 37 is an air outlet and the 
other reference nxunerals refer to the same constituents as in the first exem- 
plary embodiment and, therefore, detailed descriptions thereof are omitted 
here. 

20 First, a description is given to pressing force appHcation equipment 

for laminates in the present third exemplary embodiment. A first pressing 
force appHcation member 30 is formed of a box-like lower rigid body 31, in the 
concavity of which an elastic body 32 is buried, and a second pressing force 
appHcation member 33 is formed of a box-like upper rigid body 34 with an air 

25 outlet 37 provided therein, in the concavity of which an elastic body 35 is 
buried, and also an elastic frame 36 disposed on the lower peripheral surface 
of the upper rigid body 34. The elastic body 32 and elastic body 35 are, 
respectively, held by supporters provided, in part, on the inner walls of the 
lower rigid body 31 and upper rigid body 34 and also the foregoing inner walls 

30 and the elastic body 32 and 35 are in a floating state against one another at 
the other areas where no supporters exist, thereby giving a higher degree of 
freedom of deformation to the elastic bodies 32 and 35 under the pressing 
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force application and preventing an unnecessary stress from being imposed to 
the first laminate 13. 

Naturally, in the same way as in the first exemplary embodiment, 
the space surrounded by the first pressing force apphcation member 30 and 
5 second pressing force application member 33 is depressurized and a gas inside 
the first laminate 13 is ehminated by being exhausted through the air outlet 
37 (shown by dotted hnes in the drawing) provided inside of the second 
pressing force apphcation member 33. 

A description is given to the manufacturing steps for mxilti-layer 
10 ceramic capacitors employing the pressing force apphcation equipment for 
laminates as described in above. First, in the same way as in the first exem- 
plary embodiment, after the first laminate 13 is formed on a stainless steel 
plate 12, the first laminate 13 is separated from the stainless steel plate 12 
and disposed on the elastic body 32 of the pressing force apphcation 
15 equipment via a PET fihn 15 and further another PET film 15 is disposed 
thereon, as shown in Fig. 9. 

Next, as shown in Fig. 10, the first pressing force apphcation mem- 
ber 30 is moved upward to be pressed onto the elastic frame 36 provided on 
the second pressing force apphcation member 33, At this time, the first 
20 laminate 13 is enclosed inside of the space sxurounded by the first pressing 
force apphcation member 30 and second pressing force apphcation member 33. 
Then, the air inside the space is exhausted through the air outlet 37 (shown 
by dotted hnes in the drawing), thereby depressurizing the uiside of the space 
and having the gas generated from the inside of the first laminate 13 exhaust- 
25 ed outside. With the present third exemplary embodiment, too, when the 
atmospheric pressure inside of the space is about 13 hPa or lower, almost all 
the gas inside of the first laminate 13 was allowed to be ehminated. 

Then, as shown in Fig. 11 , the elastic body 35 formed of sihcon rub- 
ber having a heat resistant temperature of 180 ""C or higher is moved down- 
30 ward to start a pressing force apphcation to the upper surface of the first 
laminate 13, At this time, in contrast to the first and second exemplary em- 
bodiments, the elastic bodies 32 and 35 are needed to be kept at temperatures, 
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at which polyethylene does not undergo a deformation, i.e., temperatures of 
Tpe - 30 ""C or lower. 

After the pressing force apphcation, the polyethylene inside the first 
laminate 13 is softened by heating the elastic bodies 32 and 35 to tempera- 
5 tures ranging from Tpe - 30 ""C to less than the decomposition temperature of 
polyethylene, thereby allowing the fusion between the green sheet and the 
internal electrode 2 and also between the green sheets themselves to take 
place and reahzing a second laminate formed one composite structure. 

Further, by applying a pressing force to the first laminate 13 with 
10 the entire outer surfaces thereof covered with the elastic bodies 32 and 35, the 
pressing force is allowed to be apphed to the first laminate 13 uniformly in aU 
directions. At this time, in the same way as in the first and second exem- 
plary embodiments, asperities are formed on the surface of the first laminate 
13 according to the presence or absence of the internal electrode 2, but varia- 
15 tions in the state of the pressing force apphcation of the first laminate 13 are 
allowed to be prevented from being made by having the elastic bodies 32 and 
35 conformed to the contours of the foregoing asperities. In addition, such a 
provision as preventing a gas from entering into the first laminate 13 is put in 
place by keeping the space, where the first laminate 13 exists, at a depressur- 
20 ized state, even dining the period of the pressing force apphcation. 

Accordingly, after the first laminate 13 is made one composite 
structure by applying a pressing force to the elastic bodies 32 and 35, the steps 
of pressing force apphcation and heat treatment are brought to an end and 
the first laminate 13 is left standing to cool down gradually in preparation for 
25 the production of a second laminate. 

Thereafter, in the same way as in the first exemplary embodiment, 
the steps of cutting, degreasing, firing and forming the external electrode 3 
are performed and a multi-layer ceramic capacitor, as shown in Fig. 4 , is ob- 
tained. 

30 According to the present third exemplary embodiment, the differen- 

ce in surface level created on the first laminate 13 by the presence or absence 
of the internal electrode 2 is more completely ehminated when compared with 
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the first and second exemplary embodiments, because the entire outer sur- 
faces of the first laminate 13 are covered with the elastic bodies 32 and 35 
with a subsequent step of pressing force apphcation, thereby allowing the uni- 
form and less porous second laminate to be reahzed. Furthermore, by em- 
5 ploying a fi-amework to cover the side surface of the first laminate 13 as shown 
in the second exemplary embodiment, the same effect as in the second exem- 
plary embodiment is obtained . 
(Fourth Exemplary Embodiment) 
Fig. 12 is a cross-sectional view to show the pressing force apphcation step 
10 before a pressing force is appMed by means of the pressing force apphcation 
equipment for laminates in a fourth exemplary embodiment of the present 
invention, Fig, 13 is a cross-sectional view to show the pressing force apphca- 
tion step when a pressing force is started to be apphed and Fig. 14 is a cross- 
sectional view to show the pressing force apphcation step when a pressing 
15 force is being apphed The reference numeral 40 is a stainless steel plate and 
the same constituents as in the first to third exemplary embodiments are as- 
signed with the same reference numerals and, therefore, detailed descriptions 
thereof are omitted here. 

What differs fi-om the pressing force apphcation equipment for 
20 laminates described in the third exemplary embodiment is in employing a 
structiu*e with an air outlet 37 provided to both first pressing force apphcation 
member 30 and second pressing force apphcation member 33 and also with a 
fi-ame 36 provided to both the fiirst pressing force apphcation member 30 and 
second pressing force apphcation member 33, thereby allowing a stainless 
25 steel plate 40 to be supported by the frame 36. 

First, a pair of first laminates 13 are disposed on both siu-faces of the 
stainless steel plate 40 in such a way as opposing to each other with the 
stainless steel plate 40 sandwiched therebetween. The first laminate 13 is 
prepared by the same way as in the first exemplary embodiment. Also, in 
30 the same manner as in the first exemplary embodiment, a PET film 15 is dis- 
posed on the surface of the first laminate 13. Then, the stainless steel plate 
40 with the first laminate 13 disposed on both surfaces thereof is fixed be- 
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tween the first pressing force application member 30 and the second pressing 
force application member 33 by means of supporters (not shown in the draw- 
ing). Subsequently, as shown in Fig, 13 , the first pressing force appUcation 
member 30 and second pressing force apphcation member 33 are moved so as 
5 to have the periphery of the stainless steel plate 40 lodged by the frame 36, 
thereby having the first laminate 13 enclosed in the space surrounded by the 
first pressing force apphcation member 30 or second pressing force apphcation 
member 33 and the stainless steel plate 40, 

Thereafter, the gas inside of the space is exhausted through the air 
10 outlet 37 to depressurize the inside of the space, thereby allowing the gas in- 
side of the first laminate 13 to be sucked out and eliminated. Then, a press- 
ing force is appHed to the first laminate 13 by means of the elastic bodies 32 
and 35 preheated to temperatures of Tpe — 30 °C or higher as shown in Fig. 
14. 

15 At this time, by applying a pressing force to the first laminate 13 

with the upper and side surfaces thereof covered by the elastic bodies 32 and 
35 and the lower surface by the stainless steel plate 40, the pressing force is 
allowed to be apphed to the first laminate 13 uniformly in aU directions. The 
pressing force can be apphed via the elastic bodies 32 and 35 to the first lami- 

20 nate 13 in accordance with the contour of the asperities, which are created on 
the surface of the first laminate 13 where a pressing force appHed because of 
the presence or absence of the internal electrode 2. As a results, variations 
in the pressing force are allowed to be prevented from occurring, thereby 
making it possible for a second laminate to become imiform in density re- 

25 gardless of the presence or absence of the internal electrode 2 by location in 
the first laminate 13. 

By having the first laminate 13 heated through the elastic bodies 
32 and 35, the polyethylene inside of the first laminate 13 is softened, thereby 
allowing the fusion between the green sheet and the internal electrode 2 and 

30 also between the green sheets to take place to intensify the adhesion therebe- 
tween and reahzing the second laminate that is made one composite structure. 
Then, the steps of pressing force apphcation and heat apphcation are brought 
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to an end and the second laminate is left standing to cool down gradually and 
thus the second laminate is produced. Afterwards, in the same way as in the 
first exemplary embodiment, the steps of cutting, degreasing, firing and 
forming external electrodes 3 are carried out and a multi-layer ceramic ca- 
5 pacitor, as shown in Fig, 4 , is obtained. 

In addition, in the same way as in the third exemplary embodiment, 
such a provision is put in place as maintaining the inside of the space, where 
the first laminate 13 exists, under a depressurized condition while a pressing 
force being appHed to the first laminate 18, in order to prevent a gas fi;*om en- 

10 tering into the first laminate 13. Further, in the same way as in the third 
exemplary embodiment, the elastic bodies 32 and 35 are preheated and the 
heat thereof is transferred to the first laminate 13 immediately after the 
pressing force is started to be apphed , thereby softening a part of the polyeth- 
ylene inside of the first laminate 13 and allowing the adhesion between the 

15 green sheets themselves and also between the green sheet and the internal 
electrode 2 to be intensified. 

Moreover, in the present fourth exemplary embodiment, two of the 
first laminate 13 can be subjected to the pressing force apphcation step at the 
same time. Since the pressing force apphcation step takes about 5 minutes, 

20 the abihty to aUow a plurahty of the first laminates 13 to be subjected to a 
pressing force apphcation step simultaneously can greatly contribute to im- 
prove productivity. 

When the first laminate 13 is disposed on each of the upper and 
lower surfaces of the stainless steel plate 40, it is preferred that the first lami- 

25 nates 13 are located opposite to each other with the stainless steel plate 40 
sandwiched therebetween. In addition, the first laminates 13 are preferably 
of an identical shape with each other. When the elastic bodies 32 and 35 
are used after being heated, it is preferred that both the elastic bodies 32 
and 35 are brought into contact with the first laminate 13 at the same time 

30 and detached therefrom simxiltaneously so as to prevent excessive fluctua- 
tions in heating conditions from occurring. 
(Fifth Exemplary Embodiment) 
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Fig. 15 is a cross-sectional view to show the pressing force applica- 
tion step when a pressing force is being apphed by means of the pressing force 
apphcation equipment for laminates in a fifth exemplary embodiment of the 
present invention, and the same constituents as in the first to fourth exem- 

5 plary embodiments are assigned with the same reference numerals and, 
therefore, detailed descriptions thereof are omitted here. 

What the present fifth exemplary embodiment differs from the four- 
th exemplary embodiment is in applying a pressing force to the first laminate 
13 by having a fi-amework 14 provided so as to cover the outer periphery of the 

10 first laminate 13 as shown in Fig. 15 . Except for the above, the fifth exem- 
plary embodiment is the same as the fourth exemplary embodiment. In the 
same way as in the second exemplary embodiment, the present fifth exem- 
plary embodiment also is able to prevent each of the upper edge areas of the 
first laminate 13 fi-om curving at the time of pressing force apphcation, there- 

15 by allowing the second laminates to be produced with a higher degree of uni- 
formity in configuration when compared with the first exemplary embodi- 
ment. 

(Sixth Exemplary Embodiment) 

Fig. 16 is a cross-sectional view to show the pressing force apphca- 

20 tion step before a pressing force is apphed by means of the pressing force ap- 
phcation equipment for laminates in a sixth exemplary embodiment of the 
present invention.Fig. 17 is a cross-sectional view to show the pressing force 
apphcation step when a pressing force is started to be apphed and Fig. 18 is a 
cross-sectional view to show the pressing force apphcation step when a press- 

25 ing force is being apphed . A third pressing force apphcation member 50 is 
composed of a middle rigid body 51 and a pair of elastic bodies 52. The 
same constituents as in the first to fifth exemplary embodiments are assigned 
with the same reference numerals and, therefore, detailed descriptions thereof 
are omitted here. 

30 The third pressing force apphcation member 50 has a concavity on 

each of the upper and lower surfaces and the elastic body 52 is bimed in 
each respective concavity of above and, in addition, a firame 36 is disposed on 
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the upper and lower peripheral surfaces of the middle rigid body 51, respec- 
tively, further with an air outlet 37 provided in each respective concavity. 
The foregoing frames 36 are located opposite to the frame 36 disposed on the 
first pressing force apphcation member 30 or the second pressing force appli- 

5 cation member 33. 

What differs from the pressing force apphcation equipment for 
laminates described in the fourth exemplary embodiment is in having the 
third pressing force apphcation member 50 in addition to the first pressing 
force apphcation member 30 and the second pressing force apphcation mem- 

10 ber 33. In other words, whereas a pressing force can be appHed to two of the 
first laminate 13 at the same time in the foxirth exemplary embodiment, a 
pressing force is allowed to be apphed to four of the first laminate 13 simulta- 
neously. 

First, in the same way as in the fourth exemplary embodiment, the 

15 first laminate 13 is fabricated on both surfaces of the stamless steel plate 40, 
respectively. Then, in the same way as in the first exemplary embodiment, a 
PET film 15 is provided to the first laminate 13 so as to cover the upper svir- 
face and side surfaces of each respective first lammate 13 at the time of 
pressing force apphcation. 

20 Next, as shown in Fig. 16 , the stainless steel plate 40 with the first 

laminate 13 fabricated on both surfaces thereof is inserted between the first 
pressing force apphcation member 30 and the third pressing force apphcation 
member 50 and also between the third pressing force apphcation member 50 
and the second pressing force apphcation member 33, and fixed by supporters 

25 (not shown in the drawing), respectively. 

Then, as shown in Fig. 17 , the first pressing force apphcation mem- 
ber 30 and the second pressing force apphcation member 33 are moved verti- 
cally so as to have the peripheral areas of the stainless steel plate 40 sand- 
wiched between the frames 36, thereby having the first laminate 13 enclosed 

30 in the space siirrounded by the first pressing force apphcation member 30, 
second pressing force apphcation member 33, third pressing force application 
member 50 and stainless steel plate 40, respectively. Thereafi;er, each re- 
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spective space thus formed is depressurized through the air outlet 37, thereby 
allowing the gas generated from the inside of each respective first laminate 13 
to be sucked out and eliminated. 

Next, as shown in Fig. 18, a pressing force is apphed to the first 
laminate 13 by means of the elastic body 32, 35 and 52 preheated to tem- 
peratures ranging from Tpe - 30 "C to less than the decomposition tempera- 
ture of polyethylene. At this time, by applying a pressing to the first lami- 
nate 13 with the upper and side surfaces thereof covered with the elastic bod- 
ies32, 35 and 52 and the lower surface with the stainless steel plate 40, the 
pressing force is allowed to be apphed to the first laminate 13 uniformly in all 
directions. However, asperities are created on the interfaces between the 
first laminate 13 and the elastic bodies 32, 35 and 52, which are caused by 
the presence or absence of the internal electrode 2 in the first laminate 13. 
Since the pressing force can be apphed to the first laminate 13 in accordance 
with the contour of the asperities via the elastic bodies 32, 35 and 52, 
which are deformed accordingly, variations in the pressing force apphcation 
state are allowed to be prevented from occurring, thereby maiing it possible 
for a second laminate to become almost uniform in density and excellent in 
adhesion between layers regardless of the presence or absence of the internal 
electrode 2 . 

By heating the first laminate 13 through the elastic bodies 32, 35 
and 52, the polyethylene inside of the first laminate 13 is softened, thereby 
allowing the fusion between the green sheet and the internal electrode 2 and 
also between the green sheets themselves to take place and reahzing the sec- 
ond laminate that is made one composite structure. Afterwards, in the same 
way as in the first exemplary embodiment, the steps of cutting, degreasing, 
firing and forming external electrodes 3 are carried out and a mvilti layer ce- 
ramic capacitor, is obtained, as shown in Fig. 4. 

In addition, in the same way as in the third exemplary embodiment, 
such a provision is put in place as maintaining the inside of the space, where 
the first laminate 13 exists, under a depressurized condition while a pressing 
force being apphed to the first laminate 13 in order to prevent a gas from en- 
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taring into the first laminate 13. 

In the present sixth exemplary embodiment, four pieces of the first 
laminate 13 are allowed to be subjected to the pressing force appKcation step 
at the same time and, therefore, productivity can be enhanced further com- 
5 pared with the fourth exemplary embodiment. Also, in the same way as in 
the fovirth exemplary embodiment, the first laminate 13 is fabricated on both 
surfaces of the stainless steel plate 40 in an identical shape with each other. 
Further, when the elastic bodies 32, 35 and 52 are used after being heated, 
it is preferred that all the elastic bodies 32, 35 and 52 are brought into contact 
10 with the first laminate 13 at the same time and detached therefirom simulta- 
neously in order to prevent excessive fluctuations in pressing force apphcation 
conditions from occurring. 

Furthermore, with the present sixth exemplary embodiment, too, 
the same efiect as in the second exemplary embodiment can be obtained by 
15 covering the peripheral areas of the respective side surfaces of the first lami- 
nate 13 with the fi*amework 14 at the time of pressing force apphcation. 
Also, in place of the third pressing force apphcation member 50 in the present 
sixth exemplary embodiment, a third pressing force apphcation member 62 is 
allowed to be employed, which is structiired to have an elastic body 61 m- 
20 sorted inside of a fi*ame-hke middle rigid body 60 and to dispose on the upper 
and lower peripheral siirfaces of the middle rigid body 60 with a fi-ame 36 
corresponding to the fi-ame 36 disposed on the first pressing force apphcation 
member 30 and second pressing force apphcation member 33, respectively, as 
shown in Fig. 19 . In this case, the third pressing force apphcation member 
25 62 consists of a vertically running through hole made in a middle rigid body 
and an elastic body fiUed in the through hole. 

Furthermore, by having an "n" number ( "n": a natural number) of 
the third pressing force apphcation member 50 or 62 inserted between the 
first pressing force apphcation member 30 and the second pressing force ap- 
30 phcation member 33, 2"n" +2 pieces of the first laminate 13 are allowed to be 
apphed with a pressing force at the same time. 

Next, the points of the present invention are hsted. 
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(1) Although a laminate is prepared by a green sheet 
consists of polyethylene, which is a kind of polyolefin, and a dielectric powder 
consisted of an inorganic material in the foregoing exemplary embodiments, 
the same effects can be gained with a green sheet consists of super macro- 
molecular polyolefin and an inorganic powder. 

In the case of an increased porosity in green sheets and an in- 
creased number of green sheet layers , the effects of the present invention are 
multiphed. Particularly, when the porosity of green sheets is 30 % or higher 
and the effective number of layers of the first laminate 13 is 50 or more, ex- 
cellent effects can be gained. 

In the foregoing exemplary embodiments, a description is given to 
multi-layer ceramic capacitors but the same effects can be gained with ce- 
ramic electronic components fabricated by stacking green sheets and internal 
electrodes 2 on top of one another in layers such as multi-layer varistors, 
multi-layer thermistors, multi-layer coils, multi-layer ceramic substrates, ce- 
ramic filters and the like. 

In addition, the foregoing effects are demonstrated not only with the 
ceramic electronic components but also with any devices of one composite 
structure fabricated by stacking a plurahty of sheet-like materials, each of 
which is provided with asperities on the surface thereof in part. 

(2) When the first laminate 13 is prepared by stacking green 
sheets, each provided with an internal electrode, it is preferred that a green 
sheet and an internal electrode are provisionally adhered to each other by 
applying a pressing force so as to prevent displacements of the layers and the 
hke fi-om occurring at a later step of pressing force apphcation. Therefore, 
the first laminate 13, wMle being in the process of applying a pressing force 
thereto, is heated to temperatures ranging firom room temperature to a tem- 
peratvire, at which plasticizer in the internal electrode 2 is not released too 
much, thereby allowing such nonvolatile constituents such as resin, plasticizer 
and the hke in a vehicle contained in the internal electrode 2 to be softened to 
enhance the adhesion between the internal electrode 2 and the green sheet. 
However, when the apphed heat temperatures are too high, the plasticizer is 
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released excessively, thereby causing the internal electrode 2 to become hard 
and brittle. As a result, the adhesion between the internal electrode 2 and 
the green sheet is degraded and such a problem as bringing about structural 
defects is caused at the time of stacking and firing. Therefore, a careful 
5 treatment of the foregoing steps is needed. 

(3) It does not matter whether a pressing force is apphed to the first 
laminate 13 under an atmospheric pressure. However, when no gas exists 
inside the first laminate 13 at the time of pressing force apphcation, one com- 
posite structure can be estabHshed between layers without fail, thereby pre- 
10 venting the structural defects fi-om occurring. Therefore, it is preferred that 
a gas inside of the first laminate 13 is eliminated before the step of pressing 
force apphcation and the first laminate 13 is kept in a depressurized state 
even during the period of the pressing force apphcation. 

Therefore, the air pressure of the space, where the first 
15 laminate 13 exists, is kept lower than the atmospheric pressure both before 
and while a pressing force is apphed to the first laminate 13, preferably kept 
at 80 hPa or lower and more preferably at 13 hPa or lower, thereby desirably 
ehminating the gas inside of the first laminate 13 to the extent that does not 
cause structural defects. 
20 (4) The magnitude of the pressing force apphed to the first laminate 

13 ranges fi-om 4 MPa to 20 MPa and ranges preferably fi-om 5 MPa to 9 MPa, 
thereby allowing one composite structure to be estabhshed without fail. 

(5) In the first, second, fourth, fifth and sixth exemplary embodi- 
ments, before a pressing force is apphed to the first laminate 13, the lower 
25 rigid body 10 and the elastic bodies 18, 32, 35 and 52 are preheated to 
temperatiu^es ranging fi-om Tpe - 30 °C to less than the decomposition tem- 
perature of polyethylene and immediately after the pressing force apphcation 
the foregoing heat is transferred to the first laminate 13, thereby allowing 
part of the polyethylene inside of the first laminate 13 to be softened to cause 
30 the fusion between the green sheets themselves and also between the green 
sheet and the internal electrode 2 and desirably to lead to enhancement of the 
adhesion therebetween. Here, Tpe is the melting point of polyethylene. 
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At this time, heating of the first laminate 13 at excessively high 
temperatxire results in too much releasing plasticizer inside of the internal 
electrode 2, thereby making the internal electrode 2 become hard and brittle. 
As a result, the adhesion between the internal electrode 2 and the green sheet 
5 is degraded, resulting in structural defects at the process of firing. Therefore, 
it is preferred that the lower rigid body 10 and the elastic bodies 18, 32, 35 and 
52 are preheated to temperatures ranging fi:om 110 ""C to 170 °C and more 
preferably to temperatures ranging from 145 ""C to 165 °C. 

When polyolefin is used in place of polyethylene, it is preferred that 
10 the lower rigid body 10 and the elastic bodies 18, 32, 35 and 52 are preheat- 
ed to temperatures ranging fi-om Tpo - 30 °C to less than the decomposition 
temperature of polyolefin, where Tpo is the melting point of polyolefin. More 
specifically, in each respective exemplary embodiment of the foregoing, by 
preheating the first laminate 13 to temperatures ranging firom Tpo - 30 ""C to 
15 less than the decomposition temperature of polyolefin and making the polyole- 
fin inside of the first laminate 13 soft, the adhesion between the green sheets 
themselves and also between the green sheet and the internal electrode 2 is 
allowed to be enhanced. 

However, upon sofl:ening aU the polyolefin such as polyethylene 
20 and the like inside of the first laminate 13 at this time, the desired configura- 
tion of the first laminate 13 can no longer be maintained. Therefore, it is 
necessary for the heating temperatures not to be increased too much. Also, 
in order for an adverse effect not to be inflicted on the first laminate 13, it is 
necessary for the lower rigid body 10 and the elastic bodies 18, 32, 35 and 52 
25 to be resistant to temperatures higher than the heating temperature of the 
first laminate 13. ( In each respective exemplary embodiment of the foregoing, 
the heat temperature of the first laminate 13 is 180 or higher.) Further- 
more, in order for the first laminate 13 to be heated uniformly, it is preferred 
that the respective heating temperatures of the lower rigid body 10 and the 
30 elastic bodies 18, 32, 35 and 52 are allowed to be controlled independently. 

(6) In each respective exemplary embodiment of the foregoing, the 
step of degreasing apphed to the second laminate is preferably carried out in 
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the order of eliminating the plasticizer and then ehminating the resin after 
the temperature is raised. The reason is that, when the second laminate is 
heated at a dash, a new compound is produced from the plasticizer and resin 
and remains in the second laminate even after the step of decreasing in spite 

5 of preventing the structural defects from occurring at the foregoing pressing 
force application step. At the process of firing, this residual compound is 
burned and scattered from the second laminate, and such structural defects as 
delamination and the hke are caused, thereby increasing the rate of occur- 
rence of short-circuiting failures. Furthermore, with respect to the steps of 

10 degreasing and firing, such a provision as preventing the nickel constituting 
the internal electrode 2 from becoming excessively oxidized is to be put in 
place. 

(7) As shown in each respective exemplary embodiment of the for- 
going, at least the surface of the respective elastic bodies 18, 32, 35 and 52, 

15 where come contact with the first laminate 13, is made larger than that of the 
first laminate 13 and the thickness of said members also is made larger than 
that of the first laminate 13, thereby allowing the first laminate 13 to be cov- 
ered on the upper surface and side surfaces thereof so as to be apphed a 
pressing force uniformly. 

20 (8) In each respective exemplary embodiment of the foregoing, when 

the first laminate 13 is prepared on the stainless steel plates 12 and 40 as 
supporters, but it does not matter whether other rigid plates are used instead. 
Further, after the pressing force apphcation, in order for the second laminate 
to be separated easily from the stainless steel plates 12 and 40, it is preferred 

25 that a release layer and the hke are provided between the stainless steel 
plates 12 and 40 and the first laminate 13. 

(9) An internal electrode 2 is formed by printing a metallic paste on 
a green sheet, but the internal electrode 2 can be formed by such a thin film 
process as a vacuum deposition or a sputtering of metal . In this case, 

30 such an effect of enhancing the adhesion between the internal electrode 2 and 
the green sheet by softening the resin and plasticizer in the internal electrode 
2 is not allowed to be achieved . Therefore, in order to enhancethe adhesion 
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between the internal electrode 2 and the green sheet , it is preferred that an 
adhesive layer consisted of an organic material is apphed on the surface of the 
internal electrode 2. It is necessary for the adhesive layer to be burnt out in 
the step of firing, thereby causing no adverse effects to the characteristics of 
5 the resulting multi layer ceramic capacitors. 

(10) Frames 17 and 36 are made of such an elastic body as sihcon 
rubber and the hke, thereby allowing no outside air to enter into the enclosed 
space where the first laminate 13 is contained. 

(11) In each respective exemplary embodiment of above, a PET film 
10 15 is inserted between the first laminate 13 and the respective elastic bodies 

18, 32, 35 and 52, the size of which is large enough to cover the respective di- 
rect contact areas . The adhesion of the PET film 15 is not only weak against 
the first laminate 13 but also weak against the elastic bodies 18, 32, 35 and 52, 
thereby allowing the PET film 15 to be peeled/attached readily in the manu- 

15 facturing steps. 

Also, in order for the first laminate 13, the surface of which has as- 
perities, to be apphed with a pressing force via the PET film 15, the thickness 
of the PET film 15 is made small enough to be deformed in accordance with 
the surface contour of the first laminate 13 at the pressing force appHcation 

20 process, preferably less than 75 jxm. 

Furthermore, in order to further reduce the adhesion with the first 
laminate 13 or with the elastic bodies 18, 32, 35 and 52, it does not matter 
whether a releasing layer and the like are provided on the surface of the PET 
film 15. When the heating temperature of the first laminate 13 is higher 

25 than the heat resistant temperature of the PET film 15, it is needed to use a 
plastic film having a heat resistant temperature that is higher than the heat- 
ing temperature of first laminate 13 and yet achieving the same effects as 
above. 

However, when the contact surface itself of the respective elastic 
30 bodies 18, 32, 35 and 52 with the first laminate 13 has no adhesive properties 
against the first laminate 13, there is no need of providing such non-adhesive 
materials as the PET film 15 and the hke. 
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(12) The elastic bodies 18, 32, 35 and 52 are held by the supporters 
(not shown in drawings) disposed on the inner wall sxirfaces of the upper rigid 
bodies 16 and 34, lower rigid body 31 and middle rigid body 51, which together 
enclose the elastic bodies 18, 32, 35 and 52, and separated therefrom in a 
5 floating state at other places than the ones where the supporters are located. 
Accordingly, at the process of pressing force apphcation, the elastic bodies 18, 
32, 35 and 52 are allowed to have a higher degree of freedom in deformation, 
thereby preventing an unnecessary force from being apphed to the first lami- 
nate 13. 

10 (13) In order to apply a pressing force to the first laminate 13 via the 

elastic bodies 18, 32, 35 and 52 in accordance with the stirface contour of the 
first laminate 13, the rubber hardness of the respective elastic bodies 18, 32, 
35 and 52 is made less than Hs 80 degrees and preferably less than Hs 75 
degrees. Also, when the elastic bodies 18, 32, 35 and 52 are heated, the rub- 

15 ber hardness of the respective elastic bodies 18, 32, 35 and 52 is made to range 
from Hs 40 degrees to Hs 80 degrees and preferably to range from Hs 45 de- 
grees to Hs 75 degrees in consideration of applying a pressing force to the first 
laminate 13 uniformly in aU the directions and the durabihty of the respective 
elastic bodies 18, 32, 35 and 52. 

20 (14) Although the green sheets are formed of polyolefin and an inor- 

ganic powder in the foregoing exemplary embodiments, even with a first 
laminate 13 prepared by stacking green sheets, each consisted formed of 
another inorganic powder and an organic material, it is preferred that the 
first laminate 13 is heated to temperatures, at which the organic material is 

25 sofi;ened, so as to allow the first laminate 13 to maintain a desired configura- 
tion and also to allow the adhesion between the green sheets themselves and 
between the green sheet and the internal electrode 2 to be enhanced. Also, 
with a first laminate 13 prepared by using plastic sheets, it is preferred that 
the first laminate 13 is heated to temperatures, at which the organic material 

30 is softened, so as to allow the first laminate 13 to maintain a desired configu- 
ration and also to allow the adhesion between the green sheets themselves to 
be enhanced. 



32 



Industrial Applicability 

The present invention relates to a manufacturing method of lami- 
nates comprising the steps of stacking a pluraUty of sheet-like materials, each 

5 of which is provided with asperities on the surface thereof in part, on top of 
one another, and sandwiching the layers thus stacked between a rigid body 
and an elastic body bodies such as rubber and the like, which are located op- 
posite to each other, or between opposing elastic bodies and applying a press- 
ing force thereto to make into one composite structure. Thus the entire 

10 laminate is apphed with a pressing force uniformly by having the elastic bodi- 
es in accordance with the surface contour thereof, and the laminate is ob- 
tained with a high density and also with the enough adhesive strength be- 
tween layers. In addition, by heating the laminate while a pressing force 
being appUed thereto, the adhesion between layers is intensified further and 

15 by depressurizing inside of the space, in which the pressing force is being ap- 
phed to the laminate, the porosity of the laminate is further made low. Fur- 
thermore, by applying the pressing force to the laminate with the periphery 
thereof sxirrounded by a fi-amework formed of an elastic body, the pressing 
force is allowed to be apphed to the laminate uniformly in all the directions, 

20 thereby enabhng the laminate to a uniform configuration. The manufac- 
turing method of laminates according to the present invention has an excel- 
lent effect on producing ceramic electronic components, each fabricated by 
stacking green sheets and internal electrodes 2 on top of one another, includ- 
ing multi-layer ceramic capacitors to begin with, multi-layer varistors, multi- 

25 layer thermisters, multi-layer inductors, multi-layer ceramic substrates, ce- 
ramic filters and the hke. 
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CLAIMS 

1. A manufacturingmethod of laminates comprising: 

a first step of preparing a first laminate by stacking a plurality of sheet- 
like materials, on top of one another in layers, each having apserities on a 
surface thereof in part; and 

a second step of obtaining a second laminate by sandwiching said first 
laminate between a rigid body and an elastic body that are located oppo- 
site to each other or between opposing elastic bodies and then by having a 
pressing force apphed thereto. 

2. The manufacturing method of laminates according to Claim 1, wherein 
said elastic bodies have heat resistant characteristic. 

3. The manufacturing method of laminates according to Claim 1, wherein 
said elastic body is more thick than said first laminate. 

4. The manufacturing method of laminates according to Claim 1, wherein a 
size of said elastic bodies are larger than a contact area between said first 
laminate and said elastic bodies . 

5. The manufacturing method of lamiaates according to Claim 1, wherein a 
contact area of said elastic body with said first laminate is not adhesive 

to said first laminate. 

6. The manufactriring method of laminates according to Claim 1, wherein a 
flat elastic non-adhesive film is inserted between said elastic body and 
said first laminate. 

7. The manufacturing method of laminates according to Claim 6, wherein a 
siu^face area of said non-adhesive film is made larger than a contact area 
with said first laminate. 

8. The manufacturing method of laminates according to Claim 7, wherein 
said non-adhesive film has heat resistant characteristic. 

9. The manufacturing method of laminates according to Claim 1, wherein a 
pressing force is apphed to said first laminate with a side surface thereof 
covered with a framework in said second step. 

10. The manufacturing method of laminates according to Claim 9, wherein 
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an inner peripheral configuration of said framework is made larger than 
an outer peripheral configuration of said first laminate. 
11. The manufacturing method of laminates according to Claim 9, wherein 
said framework has elastic characteristic. 
5 12. The manufacturing method of laminates according to Claim 9, wherein 

a height of said fi'amework is equal to a thickness of said first laminate or 
lower . 

13. The maniifacturing method of laminates according to Claim 9, wherein 
said framework has heat resistant characteristic. 
10 14. The manufacturing method of laminates according to Claim 1, wherein 
said second step is carried out while said first laminate being maintained 
in a depressurized atmosphere. 

15. The manufacturing method of laminates according to Claim 14, wherein 
said pressing force apphcation in said second step is carried out after a gas 

15 inside said first laminate is eHminated. 

16. The manufacturing method of laminates according to Claim 14, wherein 
said pressing force apphcation in said second step is carried out after an 
atmospheric pressure around said first laminate is reduced to 80 hPa or 
lower. 

20 17. The manufacturing method of laminates according to Claim 1, wherein 

said sheet-like material is formed of a green sheet and an internal electro- 
de layer. 

18. The manufacturing method of lamiaates according to Claim 17, wherein 
said green sheet is formed of polyolefin and an inorganic powder. 

25 19. The manufacturing method of laminates according to Claim 18, wherein 

said first laminate is heated to a temperature, at which polyolefin is sof- 
tened, or higher in said second step. 
20. Pressing force apphcation equipment comprising: 

a first pressing force apphcation member with an elastic body provided in- 

30 side of a box-hke rigid body ; and a second pressing force apphcation mem- 
ber with an elastic body provided inside of a box-like rigid body , wherein 
said first and second pressing force apphcation members are arranged so 
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as to have said elastic body located opposite to each other, and also at least 
one of said first and second pressing force application member is made 
movable* 

21. The pressing force application equipment according to Claim 20, wherein 

5 a frame is provided on a periphery of each of said respective rigid bodies of 
said first and second pressing force apphcation members, said rigid bodies 
being located opposite to each other. 

22. The pressing force application equipment according to Claim 21, wherein 
an air outlet is provided on each of said respective first and second press- 

10 ing force apphcation members. 

23. The pressing force apphcation equipment according to Claim 21, wherein 
said elastic body is held by a supporter provided on inner wall surfaces of 
said rigid body and left under a floating state against said inner wall sur- 
faces at other places . 



09/868505 




wo 01/29852 



09/868505 

PCT/JPOO/07187 



2/13 



FIG. 2 






FIG. 5 




wo 01/29852 



09/868505 

PCT/JPOO/07187 



4/13 



FIG. 6 




/3 



wo 01/29852 



PCT/JPOO/07187 



5/13 



FIG. 8 




PCT/JPOO/07187 



8/13 



FIG. 14 




/J /J 



09/868505 



wo 01/29852 PCT/JPOO/07187 

10/13 

FIG. 17 




wo 01/29852 



09/8685 

PCT/JPOO/07187 



11/13 




09/868505 



WO 01/29852 



PCT/JPOO/07187 



12/13 



FIG. 19 




I 



13/13 



09/868505 



Key to Reference Ninnerals 



1 Dielectric Layer 

2 Internal Electrode 

3 External Electrode 

10 Lower Rigid Body 

11 Copper Plate 

12 Stainless Steel Plate 

13 First Laminate 

14 Framework 

15 PET Film 

16 Upper Rigid Body 

17 Frame 

18 Elastic Body 

19 Air Outlet 

21 First Pressing Force Application Member 

22 Second Pressing Force Application Member 

30 First Pressing Force Application Member 

31 Lower Rigid Body 

32 Elastic Body 

33 Second Pressing Force Application Member 

34 Upper Rigid Body 

35 Elastic Body 

36 Frame 

37 Air Outlet 

40 Stainless Steel Plate 

50 Third Pressing Force Application Member 

51 Middle Rigid Body 

52 Elastic Body 

60 Middle Rigid Body 

61 Elastic Body 

62 Third Pressing Force AppUcation Member 



COMlBIN^ED DECLARATION FOR PATENT APPLICATION AND POWER OF ATTORNEY 

(Incluf^es ReTerence to PCT International Application(s) v 



Attorney's Docket Number 
43890-522 



/As below named inventor, I hereby declare that: 
My residence, post office address and citizenship are as stated below next to my name, 

I believe I am the originai, first and sole inventor (if only one name is listed below) or an original, first and joint inventor (if plural names are listed below) of the 
subject matter which is claimed and for which a patent is sought on the invention entitled: 

LAMINATED BODY MANUFACTURING METHOD AND LAMINATED BODY PRESSURIZING DEVICE 

the specification of which: 

□ is attached hereto. 

El was filed as United States application Serial No. 09/868,505 

on June 18, 2001 

Q and was amended on (if applicable). 

^ Kl was filed as PCT international application Number PCT/J POO/07 187 

on October 17, 2000 

%l and was amended under PCT Article 1 9 on June 18, 2001 (if applicable). 

ffibreby state that I have reviewed and understand the contents of the above-identified specification, including the claims, as amended by any amendment 
feferred to above. 

f^bknowledge the duty to disclose information which is known to me to be material to patentability in accordance with Title 37, Code of Federal Regulations, 

Bbreby claim foreign priority benefits under Title 35, United States Code, §1 1 9(a)-(d) or Section 365(b) of any foreign and/or international appIication(s) for 
^tent or inventor's certificate or Section 365(a) of any PCT international application(s) designating at least one country other than the United States of 
America listed below and have also identified below any foreign application (s) for patent or inventor's certificate or any PCT international application(s) 
designating at least one country other than the United States of America filed by me on the same subject matter having a filing date before that of the 
application(s) of which priority is claimed: 



PRIOR FOREIGN/PCT APPUCATION(S) AND ANY PRIORITY CLAIMS UNDER 35 U.S.C. 119: 



COUNTRY 
(If PCT, indicate "PCT") 


APPLICATION NUMBER 


DATE OF FILING 
(day, month, year) 


PRIORITY CLAIMED 
UNDER 35 use 119 


JAPAN 


11-295079 


October18, 1999 


HYes □ No 


JAPAN 


2000-237055 


August 4, 2000 


HYes □ No 



























I hereby claim the benefit under 35 USC §1 19(e) of any United States provisional appiication(s) listed below. 



PRIOR PROVISIONAL APPLICAT10N(S): 



Application Number 


Filing Date 







I here&y claim the benefit under Title 35, United States Code, §120 of any United States application(s), or §365(c) of any PCT international application(s) 
Idesignating the United States of America that is/are listed below and, insofar as the subject matter of each of the claims of this application is not disclosed in 
'that/those prior application(s) in the manner provided by the first paragraph of Title 35. United States Code, §112,! acknowledge the duty to disclose information 
which \s material to patentability as defined in Title 37, Code of Federal Regulations, §1 .56 which occunred between the filing date of the prior application(s) and 
the national or PCT international filing date of this application. - 



PRIOR U.S. APPLICATIONS OR PCT INTERNATIONAL APPLICATIONS DE SIGNATING THE U.S. FOR BENEFIT UNDER 35 U.S.C. 120: 

STATUS (Check One) 



U.S. APPLICATIONS 



U.S. Application Number 



U.S. Filing Date 



Patented 



Pending 



Abandoned 



PCT APPLICATIONS DESIGNATING THE U.S. 



PCT Application No. 



PCT Filing Date 



U.S. Serial Numbers 
Assigned (if any) 



PCT/JPOO/07187 



October 17, 2000 



POWER OF ATTORNEY: As named inventor, i hereby appoint the following attorney(s) and/or agent(s) to prosecute this application and transact all business in 
the Patent and Trademark Office connected therewith: Stephen A. Becker, Reg. No. 26,527; John G. Bisbikis, Reg. No. 3L095^Christopher D. Bright, Reg. 
No 46 578- Daniel Bucca, Reg. No. 42,368; Kenneth L. Cage, Reg. No. 26,151; lenhlf^r Chen, Reg. No. 42,404; Bernard P. Codd, Reg. Ho.JSA^ 



BWrenceTrCullen, Reg. No. 44,489; PaLTOevinsky, Reg. No. 28,553;' Margaret M. Duncan, Reg. No. 3037gTiTamrta De. Etienne-Cummings, Reg. No. 
m072' Ramyar M. Farid, RegrNor46,692; Brian E. FergusonTlRegT No. 36^01; Michael E. Fogarty, Reg. No. 36,139; John R. Fuisz, Reg. No. 37,327j^ 
®^ F Gadiano Reg. No. ST.lse^keitF^ George, Reg. No. 34,111; Matthew V. Grumbling, Reg. No. 44^271,,BTnX"Hankins, Reg. No. 32_£29LEnc 
pkraus Reg No 36 190; Catherine Krupka, Reg. No. 46,227; *:Jacl<ir Lever, Reg. No. 28J49jjRaphael V. Lupo, Reg. No. 28,363LB.urman Y. Mathis 111, 
Sm- No'. 44,„9Q,7; Mic^eTA. Messina, Reg. No. 33^^24^awrrL. Palmer, Reg. No. 41 ,23g; Joseph H. Paquin, Jr., Reg. No. 3164IuScott D. Paul, Reg. 

iZm^ William D Pegg. Reg. No. 42.988; Robert L Price, Reg. No. 22,685; Gene Z. Rubinson, Reg. No. 33^^351iJ\/Iahshid D. Saadat; Reg. No. P- 
M2'l8- Joy Ann G Serauskas, Reg. HoT^ZS^ Daniel H. Sherr. Reg. NoTI^^Sl^ David A. Spenard, Reg. No. 37,449Lj^rthur J. Steiner, Reg. No. 

W David L Stewart, Reg. No. 37,578; Wesley Strickland, Reg. No. 44^363^ Michael D. Switzer, Reg. No. 39,5^:_Daniel S. Tramor, Reg. No. 4JJ59; 
efmeran K. Weiffenbach, Reg. No.^MaBISj Aaron Weisstuch. Reg. No. 4455Z^Xdward J. Wise, Reg. No. 3 4,523; Je ffrey A. Woller. Reg. No. 48£41l 
Sfexander V. Yampolsky, Reg. No. 36.324; and Robert W. Zelnick. Reg. No. 36,9Zg^ll of McDermott, Will & Emery. 



Send Correspondence to: 



McDERMQ TT. WILL & EMERY 
"60^0Jl3^Stj;eeE5M^^ 
WashingtoB,,^....,^^ 



Soi 



Full Name of Inventor 



Yoshiya SAKAGUCHI 



Residence and Citizenship 



JAPAN 



Family Name 
SAKAGUCHI 



City 

Kyoto 



Direct Telephone Calls to: 
(name and telephone number) 

(202) 756-8000 



First Given Name 
Yoshiya 



State or Foreign Country 

JAPAN 



Second Given Name 



Country of Citizenship 

JAPAN 



Post Office Address 
20-2, Shinseki 



Post Office Address 

Hashimoto, Yawata-shi 



City 

KvotiL.^ 



State & Zip Code/Country "TlX 



JAPAN 614-8332 



202 



Full Name of Inventor 
Hideki KURAMITSU 



Family Name 

KURAMJXSU.^ 



First Given Name 

Hideki_ 



Second Given Name 



Residence and Citizenship 
JAPAN 



City 

Osaka 



State or Foreign Country 

JAPAN 



Country of Citizenship 



JAPAN 



Post Office Address 



5-2-301, Hanazono-cho 



Post Office Address 

Kuzuha, Hirakata-shI 



City 

Osaka^ 



State &: 



Zip Code/Country^ ^£^, 
JAPAN 573-1121 ^ 



203 



Full Name of Inventor 



Atsuo NAGAI 



Family Name 



First Given Name 



Second Given Name 



Residence and Citizenship 



JAPAN 



City 

Osaka 



State or Foreign Country 

JAPAN 



Country of Citizenship 

JAPAN 



Post Office Address 



1-20-40, Kohoku 



Post Office Address 

Hirakata-shi 



City 

Osaka, 



State & Zip Code/Country 

JAPAN 573-1161 



1 hereby declare that all statement made herein of my own knowledge are true and that ail statements made on infomnation and belief are believed to be true; and 
further that these statements were made with the knowledge that willful false statements and the like so made are punishable by fine or imprisonment, or both, 
under section 1 001 of Title 1 8 of the United States Code, and that such willful false statements may jeopardize the validity of the application or any patent issuing 
thereon. 



Signature of Inventor 201 : 




Signature of Inventor 202: 



Signature of Inventor 203: 



Dai 



2001 



25!! Aucajst: 79. 2001 



Date 



August 



2001 



